1. (Original) A memorial product * created for the cremation 
remains of a human or animal comprising a mixture of bone ash 
of the deceased human or animal and ground art glass or ground 
sheet glass. 

2. (Original) A memorial product in accordance with Claim 
1 wherein said ground art glass or said ground sheet glass can 
be colored or transparent. 

3. (Original) The memorial in accordance with Claim 1 
wherein the bone ash is in a particulate size of no greater 
than .02 0 mesh. 

4. (Original) The memorial product in accordance with 
Claim 1 wherein said ground art glass or said ground sheet 
glass is present in a particulate size of .062 mils. 

5. (Original) The memorial product in accordance with 
Claim 1 wherein a colorant additive is introduced into said 
mixture . 

6. (Currently amended) The memorial product in accordance 
with Claim 1 wherein the bone ash is present with said ground 
art glass ef*d or said ground sheet glass in an amount no 
greater than 40% by weight. 

7. (Currently amended) A memorial product containing the 
cremation remains of a human or animal, said memorial product 
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comprising a mixture of bone ash of the deceased human or 
animal; ground art glass or a mixture of ground sheet glass 
combined with — said bone — etsh — fee — form — a mixture — thereof, said 
mixture of bone ash and ground art glass or ground sheet glass 
being heated to form a predetermined temperature for a resident 
time — for melting said mixture — fee a glass melt, fefee said glass 
melt being poured into a mold and hardened into a predetermined 
glass foritiT — said glass form then being annealed . 

8. (Original) A memorial product in accordance with Claim 
7 wherein said ground art glass or said ground sheet glass can 
be colored or transparent. 

9. (Original) The memorial in accordance with Claim 7 
wherein said bone ash is in a particulate size of no greater 
than .020 mesh. 

10. (Original) The memorial product in accordance with 
Claim 7 wherein said ground art glass or said ground sheet 
glass is present in a particulate size of .062 mils. 

11. (Original) The memorial product in accordance with 
Claim 7 wherein a colorant additive is introduced into said 
mixture . 

12. (Currently amended) The memorial product in accordance 
with Claim 7 wherein said bone ash is present with said ground 
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art glass aftd or said ground sheet glass in an amount no 
greater than 40% by weight. 

13. (Withdrawn) A process for making a memorial product 
containing the cremation remains of a deceased human or animal 
comprising the steps of: 

providing a predetermined amount of bone ash from 
said cremation remains; 

adding ground art glass or ground sheet glass to said 
bone ash forming a mixture thereof; 

introducing said mixture into an oven for melting 
said mixture into a glass melt; 

allowing said glass melt to harden into a 
predetermined glass form; and 

annealing said glass form to form said memorial 

product . 

14. (Withdrawn) The process for making a memorial product 
in accordance with Claim 13 wherein said bone ash is present 
with said ground art glass and said ground sheet glass in an 
amount of no greater than 40% by weight. 

15. (Withdrawn) The process for making a memorial product 
in accordance with Claim 13 wherein said mixture of bone ash 
and said ground art glass or ground sheet glass is introduced 



into said oven for melting for a period of two hours at 2,200° 
F. 

16, (Withdrawn) The process for making a memorial product 
in accordance with Claim 13 wherein said mixture of said bone 
ash and said ground art glass or said ground sheet glass is 
introduced into said oven for melting by means of a crucible, 
said mixture, when molten, transferred to a mold for hardening, 

17, (Withdrawn) The process for making a memorial product 
in accordance with Claim 13 wherein said glass form is annealed 
in an annealing oven at a temperature of 1,000° F. 

18, (Withdrawn) The process for making a memorial product 
in accordance with Claim 13 wherein said annealed glass form 
can be further cut, polished, faceted, laser engraved, sand 
blasted, or mechanically engraved. 
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